316                       LABORATORY NOTES.
Cautiously arid enough ammonia liquor to make
the solution faintly alkaline.
Stir cautiously at first, and allow to stand for
a few minutes.
Boil till some of the excess ammonia has been
driven off. Boiling hastens the precipitation of
hydrated manganese peroxide, and filtering is facili-
tated by driving off most of the excess ammonia.
Filter through two 12*5 cm. Swedish filter-papers,
and wash each four or five times with hot water.
Place the funnels containing the filter-papers and
precipitates on dryers on a hot plate (see Fig. 4,
p. 14), and allow to remain till dried.
Ignite the dried papers and precipitates in a tared
platinum or porcelain crucible in a muffle furnace
which is at a red heat. Allow to remain in a very hot
muffle for thirty minutes at least.
Allow to cool in a desiccator, weigh, and note
the weight.
Make the necessary correction for co-precipitated
iron (see p. 38), and calculate the percentage of
manganese from the weight of Mn304 (which contains
72"052 per cent, of manganese) obtained from the hali
gramme of sample.